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NARA RG104, Entry 1, Box 154 


[Table One:] 

1 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
October 20, 1888 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in July, 1888: 









































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
Double Eagles | 29 515 85 900.0 8 
*s 516 06 900.1 8 
Average 515 955 900.05 
W.P. Lauren 


Assayer. 


NARA RG104, Entry 1, Box 154 


[Table Two:] 

2 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
October 20, 1888 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in July, 1888: 









































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
Standard 148 413 09 0 901.8 
Silver Dollars 
% 413 21 0 898.6 
149 412 93 0 898.6 
“ All 85 0 899.8 
151 412 30 0 899.1 
412 62 0 900.4 
153 412 67 0 898.6 
: 412 50 0 898.4 
156 413 05 0 899.6 
: 412 94 0 | 899.8 
Average 412 716 899.47 


























W.P. Lauren 
Assayer. 


NARA RG104, Entry 1, Box 154 


[Table Three: ] 


3 


Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 


October, 1888 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in July, 1888: 






























































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
Dimes 154 38 De. 
i 38 45 
* 37 16 
7 38 38 
i 38 20 899.1 
o 38 55 
= 38 15 
i 38 asl 
bi 39 05 
c 38 63. 
Average 38 371 899.1 
W.P. Lauren 


Assayer. 
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[Table Four: ] 


4 


Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 


October 20, 1888 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in July, 1888: 






























































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
Dimes 157 38 79 
i 38 53 
‘i 38 74 
7 39 19 
i 38 53 
o 38 48 899.6 
= 38 fi) 
i 38 88 
bi 38 48 
c 38 16 
Average 38 651 899.6 
W.P. Lauren 


Assayer. 





